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Abstract (Basic): JP 1304935 A 

Flame-retarding wood material is prepd. by undercoating wood base 
material with aq. soln. contg. PVA and/or polyacrylamide, and coating 
flame-retarding coating agent contg. water-soluble or -dispersable 
condensn. reaction type resin thereon. Pref. claimed flame retarding 
wood material comprises above flame-retarding wood material and 
decorative paper or wood butting board coated with aq. soln. contg. PVA 
and/or polyacrylamide joined together on coating sides; undercoating 
agent contains PVA and/or pi yacryl amide, and melamine resin. 

USE/ADVANTAGE - For building materials. Flame- retarding properties 
are high and can be kept when material is wetted or moistened. Material 
has improved aesthetic appearance and delamination resi stance when 
heated. 
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ABSTRACT 

PURPOSE: To improve fire retardancy, humidity resistance and water 
resistance, by applying a bottom coating agent containing polyvinyl 
alcohol as an essential component to a woody base material and further 
applying a water-soluble or water-dispersible condensation type resin 
thereto. 

CONSTITUTION: An aqueous solution containing polyvinyl alcohol and/or 
polyacrylamide as an essential component is applied to a woody base 
material and, subsequently, a fire retardant coating agent containing a 
water-soluble or water-dispersible condensation type resin as an essential 
component is applied thereon to prepare a fire retardant woody material. 
The obtained fire retardant woody material and decorative paper or woody 
veneer coated with the aqueous solution containing polyvinyl alcohol 
and/or polyacrylamide as the essential component being a bottom coating 
agent are unified so that the coating surface of the fire retardant 
coating agent of the fire retardant woody material is bonded to the 
coating surface of the aqueous solution on the decorative paper or .woody 
veneer to form a fire retardant woody material. 
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